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[Table One:] 
[Abstract:] Assayers report of test coins issued at the Mint in June 1884. 


1 

Treasury Department, 
Bureau of the Mint, 
Washington, D.C., 
October 2, 1884 


Assayer’s Report of Test Coins, issued at the Mint of the U.S. at Philadelphia, in June, 1884. 

































































Denomination. | No. of Weight. Weight. Fineness. Fineness. 
Delivery. Grains. Dec. Gold. Silver. 
HE. 9 129 12 900.1 4 
HE. 9 129 09 900 4 
H.E. 10 128 93 899.9 5 
HE. 10 128 92 899.9 iS) 
S.S.D. 106 412 o2 900.2 
S.S.D. 108 All cei 900 
S.S.D. 111 410 62 900 
S.S.D. 113 411 42 900.9 
S.S.D. 117 411 85 900.2 
S.S.D. 119 412 52 899.8 
S.S.D. 123 411 65 900.4 
S.S.D. 125 412 67 900 
W.P. Lawver 


Assayer. 
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[Table Two:] 

2 

Treasury Department, 
Bureau of the Mint, 
Washington, D.C., 
October 2, 1884 


Assayer’s Report of Test Coins, issued at the Mint of the U.S. at Philadelphia, in June, 1884. 






























































Denomination. | No. of Weight. Weight. Fineness. Fineness. 
Delivery. Grains. Dec. Gold. Silver. 
Dimes 109 38 70 900 
37 90 
38 94 
38 65 
38 98 
38 58 
38 4] 
38 68 
38 43 
38 31 
38 70 
W.P. Lawver 


Assayer. 


